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PLUORINATED POLYMERS 

This invention relates to a f luor oorganic 
polymeric material, to an ion-exchange membrane 
prepared therefrom, particularly to an ion-exchange 
5 membrane which is useful in an electrochemical 

device, and to a method for the preparation thereof. 

Ion-exchange membranes made from f luoroorganic 
polymeric materials having ion-exchange properties 
are used in a wide variety of applications. Such 
10 polymeric materials and membranes may contain fixed 
anionic groups and associated cations and be capable 
of exchanging cations, or they may contain fixed 
cationic groups and associated anions and thus be 
capable of exchanging anions, or the polymeric 
materials and the membranes may contain both fixed 
anionic groups and fixed cationic groups. 

Ion-exchange membranes which are essentially 
hydraulically impermeable but which are permeable to 
solvated cations or anions, or both, are finding 
increasing applications in electrochemical devices, 
for example in fuel cells, in electrolytic cells in 
which an electrolyte is electrolysed and in 
electrochemical cells in which electrosynthesis is 
carried out. In recent years a major development has 
been in the use of cation- exchange membranes in 
chlor-a-lkali cells in which chlorine and an aqueous 
metal hydroxide are produced by the electrolysis of 
aqueous alkali metal chloride solution. 

Although many f luor oorganic polymeric materials 
have been proposed for use as membranes for such 
chlor-aikali cells, in recent years perf luoroorganic 
polymers containing ion-exchange groups, particularly 
fixed sulphonic and carboxylic groups, have found 
favour in chlor-alkai cells on account of the 
resistance of such pe rf luor oorganic polymers to 
chemical degradation in the cell. 



20 



25 



As examples of such pe r f luoroorganic polymers 
containing ion-exchange groups may be mentioned inter 
alia the perf luoroorganic polymeric materials 
containing sulphonic groups described in GB patent 
1034197 and the perf luoroorganic polymeric materials 
containing carboxylic groups described in GB patents 
1516048 and 1518387. 

Fluoroorganic polymeric materials comprising a 
copolymer derived from a substantially fluorinated 
alkene and a perf luorocarbon vinyl ether bearing an 
ion-exchange group or group convertible thereto are 
known, for example copolymers of te traf luoroe thylene 
(TFE) and a perf luorocarbon vinyl ether sulphonyl 
fluoride, eg CF2-CFOCF2C (CF3 ) FOCF2CF2SO2F wherein the 
moiety OCF2C ( CF3 ) FOCF2CF2SO2F forms a pendent group 
from the polymer backbone. Such copolymers, after 
appropriate hydrolysis of the sulphonyl group in the 
pendent group to the free sulphonic acid, have been 
suggested for use as inter alia ion-exchange 
membranes for use in, for example, diffusion 
dialysis, electrolytic cells and fuel cells. 

Recently, it has been shown in US 4,358,545 that 
an improved membrane for use as an ion-exchange 
membrane in a chlor-alkali cell can be obtained by 
using a fluoroorganic polymeric material comprising a 
copolymer as described above wherein the pendent 
group is relatively short, eg in a copolymer derived 
from TFE and CF2°CF0CF2CF2S02F . It has been 
suggested that this improvement is the result of less 
water being absorbed per sulphonic group at a given 
concentration of functional group and allows the use 
of a polymer of lower equivalent weight (EV) in 
chlor-alkali cells. 

More recently, US 4,940,525 has confirmed the 
advantages of such copolymers with relatively short 
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pendent groups and furthermore suggested that for 
certain applications, for example in fuel cells, eg 
so-called solid polymer electrolyte fuel cells 
(SPFC), such copolymers should have a low EW and a 
certain maximum Hydration Product. 

•Hydration Product" is defined in US 4,358,545 
as the mathematical product of the hydration of the 
copolymer, expressed as moles of adsorbed water per 
functional group, and the EW weight of the copolymer. 

In our EP 0,331,321 it has been shown that the 
ion-exchange group in a f luoroorganic polymeric 
material may be joined to the polymer backbone 
through a saturated cyclic group and that by 
suitable positioning of the ion-exchange group on the 
saturated cyclic group, and introduction of other 
substituents which are not ion-exchange groups onto 
the saturated cyclic group, the ion-exchange activity 
of the ion-exchange group may be varied. It has been 
shown, in particular, that it is possible to achieve 
a relatively high ion-exchange capacity in a 
f luoroorganic polymeric material which contains a 
relatively low proportion of units derived from the 
perf luorocarbon vinyl ether monomer disclosed 
therein . 

In our EP 0,345,964 it has been shown that 
membranes prepared from homogeneous blends of organic 
polymeric material comprising a f luoropolymer 
containing ion-exchange groups and a f luoropolymer 
which is substantially free of ion-exchange groups, 
in defined ratio, are particularly effective in 
preventing hydraulic transfer of electrolyte between 
the anode compartments and the cathode compartments 
of an electrolytic cell in which the membrane is 
installed . 

By homogeneous blend therein there is meant an 
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intimate mixture such as may be formed, for example 
by melt- blending the f iuoropolymer s , that is by 
mixing the f luoropolymers at or above a temperature 
at which the f Iuoropolymer s are in a fluid/molten 
state; or by blending the f luoropolymers in a solvent 
in which both f Iuoropolymer s are soluble, and 
thereafter separating the blend of f Iuoropolymer s 
from the solution; or by blending the polymers in the 
form of an emulsion of the polymers in a liquid 
medium and separating the homogeneous blend by 
coagulation. A homogeneous blend is not formed merely 
by forming a mixture of the solid polymers in 
particulate form. 

We have now found surprisingly that an 
ion. exchange membrane prepared from a f luoroorganic 
polymeric material comprising a copolymer derived 
from a substantially fluorinated alkene and a 
perfluorocarbon vinyl ether bearing an ion-exchange 
group and wherein the EW distribution as hereinafter 
defined is more than 1.05 have a useful combination 
of properties, for example, higher specific 
conductivities over a commercially useful EW range, 
higher Hydration Products over a certain specific 
conductivity range and lower cry s tallinity . 

Furthermore, we have found that such copolymers 
having an EW distribution of more than 1.05 can be 
prepared by controlling the rate of chemical addition 
of the substantially fluorinated alkene, eg TFE, to 
the reaction mixture such that the perfluorocarbon 
vinyl ether bearing the group convertible into an 
ion- exchange group is utilised at a high rate and a 
higher proportion of the perfluorocarbon vinyl ether 
present in the reaction mixture is used than in the 
conventional copolymerisation of such monomers. 

According to the first aspect of the present 



invention there is provided a f luoroorganic polymeric 
material which comprises a polymeric chain and at 
least one group pendent from the polymeric chain in 
which the group pendent from the polymeric chain 
comprises at least one ion-exchange group or group 
convertible thereto wherein the EW 
distribution as hereinafter defined of the 
f luoroorganic polymeric material is greater than 1.05 
and preferably is between 1.05 and 1.50. 

By "EW distribution" we mean the ratio of the EW 
determined by titration:EW determined by NMR (as 
hereinafter described in more detail). 

According to the second aspect of the present 
invention there is provided a f luoroorganic 
polymeric material which comprises a polymeric chain 
and at least one group pendent from the polymeric 
chain, in which the group pendent from the polymeric 
chain comprises at least one ion-exchange group or 
group convertible thereto wherein the Conductivity 
Product thereof is at least 1.8 ohm" 1 cm- 1 , 
preferably is at least 2.0 ohm -1 cm" 1 and more 
preferably is greater than 4 ohm" 1 cm- 1 . 

Conductivity Product (CP) is defined by the 
equation : 

CP » specific conductivity X n 1 '^ 
wherein n has the meaning hereinafter ascribed to it. 

According to the third aspect of the present 
invention there is provided a f luoroorganic polymeric 
material which comprises a polymeric chain and at 
least one group pendent from the polymeric chain in 
which the group pendent from the polymeric chain 
comprises at least one ion-erchange group wherein the 
Relative Hydration Product thereof is less than 110, 
preferably is less than 70 and more preferably is 
between 40 and 65. 



Relative Hydration Product (RHP) is defined by 
the equation: 

RHP - (1-Wa/Wu) X n X 100Z 
wherein Wa - Z Uptake of electrolyte from 2 . 5M H2SO4; 
Wu = Z Uptake of electrolyte (water) from 
water; and 

n - the number of repeating units derived 
from the substantially fluorinated 
alkene, eg TFE, per repeating unit 
derived from a fluorinated vinyl ether 
bearing an ion-exchange group (as is 
hereinafter more fully explained with 
reference to General Structure IV.) 
Z Uptake of electrolyte can be determined by the 
method decribed in Eisman, "Proceedings of Symposium 
on Diaphragms, Separators and Ion Exchange Membranes, 
Vol 86-13, The Electrochemical Soc. Inc., Pennington, 
USA. 

Preferably the f luoroorganic polymeric material 
according to the first aspect of the present 
invention has a Conductivity Product of greater than 
4 ohm* 1 cm -1 and/or a Relative Hydration Product of 
less than 70. 

In the aforementioned aspects of the present 
invention, the ion-exchange group may be an anionic 
exchange group, ie the ionic group fixed covalently 
to the pendent group carbon atom may be inter alia 
-N(Alk) 3 + Hal-, where Hal is halogen. Preferably, 
however the ion-exchange group is a cation-exchange 
group, ie it is a fixed anionic group bearing a 
negative charge. 

By "fixed anionic group" we mean that the 
anionic group is covalently bonded to a carbon atom 
in the pendent group. It will be appreciated that 
there will be an associated cation, eg H + , alkali 



metal, substituted or non- subs titut ed ammonium. 

As examples of fixed anionic groups may be 
mentioned inter alia carboxylic, phosphonic or 
preferably sulphonic acid groups. 

As examples of types of fluororganic polymeric 
materials which may be prepared with an EW 
distribution of more than 1.05 by the process of the 
present invention, and/or by the blending method as 
herein described, may be mentioned inter alia those 
disclosed in US 4,358, 5A5, US 4,940,525, US 
5,001,016, and US 4,613,467. The disclosures in which 
patents are incorporated herein by way of reference. 

It is preferred that the f luoroorganic polymeric 
material according to the present invention is a 
perfluoroorganic polymeric material . 

By "perfluoroorganic" we mean a compound or 
polymer which is completely fluorinated such that it 
is free of hydrogen atoms attached to carbon atoms. 

Preferably, however, the f luoroorganic polymeric 
materials according to the first, second or third 
aspects of the present invention are examples of the 
novel and inventive polymer structure which comprises 
a polymeric chain and at least one group pendent from 
the polymeric chain in which the group pendent from 
the polymeric chain comprises at least one 
ion-exchange group or group convertible thereto and 
an acyclic secondary carbon atom, and in which the 
ion-exchange group or group convertible thereto is 
directly linked to the acyclic secondary carbon atom. 

According to a further aspect of the present 
invention there is provided a f luoroorganic polymeric 
material which comprises a polymeric chain and at 
least one group pendent from the polymeric chain, in 
which the group pendent from the polymeric chain 
comprises at least one ion-exchange group or group 
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convertible thereto and an acyclic secondary carbon 
atom, and in which the ion-exchange group or group 
convertible thereto is directly linked to the acyclic 
secondary carbon atom. 
^ More preferably the f luoroorganic polymeric 

material according to the present invention comprises 
a polymeric chain of repeating units having the 
structure 

-CA 2 CA 2 - 

10 

and repeating units having the structure 
-CA 2 CA- 
I 

B 

15 wherein 

A, each of which may be the same or different, is 
halogen or an alkyl group bearing halogen 
substituents ; and 
B is a group which comprises an acyclic secondary 
^ carbon and an ion-exchange group or group 

convertible thereto, and in which the ion-exchange 
group or group convertible thereto is directly 
linked to the acyclic secondary carbon atom. 
By "secondary carbon atom" we mean that the 
25 carbon atom has two carbon atoms, as well as the 

cation-exchange group, attached directly to it. 

Group B preferably has the General Structure I 
Y 

i 
i 

30 -D-0CF 2 CFS0 2 Z £ 

wherein 

D is a direct link or a divalent group; 
Y is an at least substantially fluorinated alkyl 
group having up to 10 carbon atoms; and 
35 Z is fluorine, chlorine, a hydroxyl group, or a 



group having the formula -O-Met. where Met is an 
alkali metal, a substituted or unsubstituted 
ammonium group, or an alkyl group. 

Where D is a divalent group it has the General 
Structure II 

-<-0CF 2 CFX) o - lz 

wherein 

X, which in the same pendent group of General 

Structure II (when m is 2 or more) or in different 
pendent groups may be the same or different, is P 
or Y; and 

m is 0 - 5. 

In General Structures I and II- 

X is preferably a perf luoroalkyl group having up to 
10 carbon atoms, more preferably a perf luoroalkyl 
group having up to 5 carbon atoms and particularly 
more preferably is CF 3 ; 

Y is preferably a perf luoroalkyl group having up to 
5 carbon atoms, and more preferably is CF 3 ; 

X and Y are preferably the same, more preferably 
-CF 3 ; and 

b is preferably between 1 and 3, and more preferably 
is 1. 

As an example of a specific f luoroorganic 
polymeric material that we have prepared and 
investigated may be mentioned a copolymer of TFE and 
CF 2 -CFOCF 2 CF<CF 3 )0CF 2 CF(CF 3 )S0 2 F. ie a copolymer 
containing repeating units 

-(CF 2 CF 2 ) n — CF-CF 2 - 



IV 



O-CF 2 CF(CF 3 )0CF 2 CF(CF 3 )SO 2 F 
wherein n, which is at least one on average, 
represents the number of repeating units derived from 
the substantially fluorinated alkene between 
repeating units derived from the fluorinated vinyl 
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ether bearing pendent ion-exchange groups (or groups 
convertible thereto) . 

In the f luoroorganic polymeric material 
according to the present invention, the number of 
repeating units derived from the perf luoroalkene : 
the number of repeating units derived from the 
perfluorocarbon vinyl ether bearing an ion-exchange 
group, eg n in General Structure IV, is typically 
between 1-16 and preferably between 2-8. 

The EW of the aforementioned specific examples 
of f luoroorganic polymeric materials we have prepared 
is typically between 600 and 2000 and preferably is 
between 750 and 1300. 

The EW of the f luoroorganic polymeric materials 
may be determined by titration (Titration EW) , it is 
defined as the weight of dry polymer which will 
neutralise one equivalent of base. It may be 
determined by the procedure described in the Examples 
appended hereto. 

According to a further aspect of the present 
invention there is provided an ion-exchange membrane 
for use in an electrochemical device, particularly a 
fuel-cell, which ion-exchange membrane comprises a 
polymeric material according to any of the 
aforementioned aspects of the present invention 
wherein the at least one ion-exchange group comprises 
a fixed anionic group and an associated cation. 

The membrane according to the present invention 
preferably comprises a f luoroorganic polymeric 
material comprising a polymeric chain of repeating 
units having the structure 
-CA 2 CA 2 - 
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and repeating units having the structure 
-CA 2 CA- 

i 

8 

wherein group B has the meaning hereinbefore ascribed 
to it and wherein in Group B t Z is hydroxyl or O-Met 
wherein Met is alkali metal and X, Y and m have the 
meanings hereinbefore ascribed to them. 

According to a yet further aspect of the present 
invention there is provided a process for the 
preparation of a f luoroorganic polymeric material 
according to the present invention which process 
comprises the step of copolymerising the fluorinated 
alkene and the aforementioned fluorocarbon vinyl 
ether bearing a group convertible into an 
ion-exchange group under conditions such that the EW 
distribution of the f luoroorganic polymeric material 
is more than 1.05. 

The preparation of perf luoropolymer s by emulsion 
polymerisation is known, see for example US 
3,282,855. JA 60-250009 and JA 62-288617 describe the 
emulsion polymerisation of mixtures of a fluoroalkene 
and a fluorocarbon vinyl ether bearing a group 
convertible into an ion-exchange group wherein a 
fluorine-containing emulsifying agent is used and the 
pressure of the fluoroalkene is kept constant and 
wherein certain specific conditions for the 
preparation of the emulsion are used, namely 
ultra-sound emul sif ication in JA 60-250009 and use of 
a defined emulsif ication device in JA 62-288617. 

In the process according to the present 
invention the rate of addition of the substantially 
fluorinated alkene, eg TFE, to the emulsion is 
controlled such that a higher utilisation of the 
fluorocarbon vinyl ether bearing a group convertible 
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into an ion-exchange group is achieved. Preferably at 
least 35Zw/w of the fluorocarbon vinyl ether bearing 
a group convertible into an ion-exchange group 
charged to the reaction vessel is utilised. 

The process according to the present invention 
is preferably carried out in the emulsion phase 
although we do not exclude the possibility that it 
may be carried out in solution. We have found that by 
varying the rate of uptake of the substantially 
fluorinated alkene, eg TPE, polymers having an EW 
distribution of greater than 1.05 and a useful range 
of properties as hereinbefore disclosed may be 
prepared . 

The variation in the rate of uptake may be 
obtained by altering the concentration of the 
emulsion or preferably the pressure of the 
substantially fluorinated alkene in the autoclave 
head, or more preferably by varying the agitation of 
the reaction mixture, eg by altering the speed of 
rotation of the gas entrainment system. Preferably 
the uptake is varied uniformly, eg increased. 
Although we do not exclude the possibility that the 
variation may be random throughout the reaction 
time-scale . 

In a preferred aspect of the present invention a 
f luoroorganic polymeric material may be prepared by 
copolymerising a per fluorocarbon vinyl ether of 
General Structure III 

CF 2 «CF- (0CF 2 CFX) m 0CF2CFYS0 2 Z III 
with an at least substantially fluorinated alkene, eg 
chloro- trif luoroe thylene , or preferably a 
per f luoroalkene , more preferably TFE. 

In General Structure III: 
2 is chlorine or preferably fluorine; and 
X, Y and m have the meanings hereinbefore ascribed to 
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them. 

The process of the present invention is carried 
out by emulsion copolymerisation of an emulsion of a 
suitable monomer, preferably a monomer of General 
Structure III, in water as hereinafter described. 
Emulsification may be effected by, for example, high 
speed mechanical stirring of a mixture of the monomer 
and water or by subjecting the mixture to ultrasound. 
We have found that the f luoroorganic polymeric 
material prepared from an emulsion prepared under 
ultrasound has substantially the same EW distribution 
for a particular pressure of fluorinated alkene used 
in the preparation, eg TFE, as the EW distribution of 
a similar f luoroorganic polymeric material prepared 
under the same pressure from an emulsion prepared by 
mechanical stirring of the same mixture, although the 
EW of the former f luoroorganic polymeric material is 
higher than the EW of the latter f luoroorganic 
polymeric material . 

It will be appreciated that the emulsifying 
agent used in the emulsifying step in the process 
according to the present invention should not contain 
any C-H bonds and is preferably a perf luoroalkanoate , 
eg ammonium per f luorononanoate , perf luorooc tanoate or 
25 perfluoroheptanoate. 

In the polymerisation step of the process 
according to the present invention, the initiator 
used may be any of those conventionally used for the 
polymerisation of such monomers, however ammonium 
30 - persulphate is preferred. It will be appreciated that 
inter alia the molecular weight (MW) of the 
f luoroorganic polymeric material prepared thereby, 
and accordingly the physical properties of a membrane 
prepared from the f luoroorganic polymeric material, 
35 will be affected by inter alia the concentration of 
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the initiator used in the polymerisation step. 

Typically the concentration of the initiator in 
the emulsion is between b.Uw/w and 2Zw/w . The . 
skilled man. by simple experiment, will be able to 
determine a suitable initiator concentration. 

The emulsion polymerisation is carried out under 
Pressure, typically 500 - 5000 kPa and preferably 800 
- 2000 kPa wbile the emulsion is agitated to entrain 
the substantially fluorinated alkene therein. The 
polymerisation is preferably carried out in a vessel 
which is pressurised with the alkene at the start of 
the polymerisation. However, we do not exclude the 
possibility that the alkene may be charged to the 
vessel under so-called starve-feed conditions or 
charged continuously to thereto. 

Fluorinated vinyl ethers bearing pendent 
ion-exchange groups or groups convertible thereto 
for use in the preparation of f luoroorganic polymeric 
material according to the present invention, for 
example CF 2 -CF0CF 2 CF ( CF 3 ) 0CF 2 CF( CF 3 ) S0 2 F , may be 
prepared by the process described in, for example JA 
52-33610. ' 

In the process according to the present 
invention, it is prefered that a single at least 
substantially fluorinated alkene. preferably a single 
perfluoroalkene. is used. However, we do not exclude 
the possibility that a plurality of substantially 
fluorinated alkenes may be used. 

In the process according to the present 
invention, it is prefered that a single 
perfluorocarbon vinyl ether bearing a group 
convertible to an ion-exchange group, 8g 
CF 2 -CFOCF 2 CF(CF3)0CF 2 CF(CF 3 )SO 2 F, is used. However, 
we do not exclude the possibility that a plurality'of 
such compounds may be used. 
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The f luoroorganic polymeric material according 
to the present invention is recovered from the 
process of preparation, typically in the form of a 
powder . 

Membranes according to the present invention may 
be prepared from the aforementioned powder by methods 
known in the art, eg extrusion, casting from solution 
or preferably hot pressing a film. 

After preparation of the film it may be 
hydrolysed to generate the ion-exchange membrane 
according to the present invention. However, we do 
not exclude the possibility that the f luoroorganic 
polymeric material recovered from the preparation may 
be hydrolysed and then cast from solution to form a 
15 film. 

The membrane is in the form of a sheet or film 
of f luoroorganic polymeric material of thickness 
typically between 20 and 500 microns, and preferably 
between 100 and 200 microns. 

The membrane of the present invention will 
usually be prepared from a single f luoroorganic 
polymeric material according to the present 
invention. However, we do not exclude the possibility 
that a homogeneous blend of two or more such 
f luoroorganic polymeric materials may be present in 
the membrane, although this is not preferred. 

Where a homogeneous blend is employed, it is 
conveniently prepared by mixing emulsions of the 
f luoroorganic polymeric materials in a liquid medium 
30 and separating the blend by coagulation to afford a 

f luoroorganic polymeric material having EW 
distribution of more than 1.G5.. 

We do not exclude the possibility that the 
homogeneous blend may comprise more than one, eg two, 
35 f luoroorganic polymeric materials of the same 



20 



25 



16 



chemical composition, eg a copolymer of TFE and 
CF 2 -CFOCF2CF(CF3)0CF 2 CF(CF3)SO2F t but different EW s . 

The membrane according to the present invention 
typically comprises a single film of copolymer. 
However, we do not exclude the possibility that it 
may be a laminate of two or more films although a 
laminated membrane is not prefered. 

Membranes according to the present invention may 
be used as membranes in electrochemical devices, for 
example electrolytic cells, eg chlor-alkali cells, or 
particularly electrochemical devices involving proton 
conductivity, eg fuel cells and proton pumps. 

It will be appreciated that where a membrane 
according to the invention is used in a fuel cell it 
should be hydraulically impermeable. 

Fuel cells according to the present invention 
may be in the form of any fuel cell containing at 
least one membrane or solid polymer electrolyte of 
the present invention. There is a tendency in the art 
to use "membrane for fuel cell" and "solid polymer 
electrolyte" interchangeably and indiscriminately. 
Accordingly, where we use "membrane for fuel cell" it 
is to be understood that it includes "solid polymer 
electrolyte " . 

According to a yet further aspect of the present 
invention there is provided an electrochemical 
device, particularly a fuel cell, comprising a 
membrane according to the further aspect of the 
present invention. 

The present invention is now illustrated by 
reference to the accompanying drawings which show by 
way of example only certain properties of membranes 
according to the present invention. 

In the drawings: 
Figure 1 is a graph illustrating the relationship 
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between Specific Conductivity and EW of 
certain known perf luorinated membranes and 
membranes according to the present invention; 
Figure 2 is a graph illustrating the relationship' 
between Specific Conductivity and Hydration 
Product for certain known membranes and 
membranes according to the present invention; 
and 

Figure 3 is a graph illustrating the relationship 

between crystalline content and the TFEtpendent 
group ratio, ie n in General Structure IV, for 
fluoroorganic polymeric materials according to 
the present invention and certain known 
fluoroorganic polymeric materials. 
In Figure 1, Us the line indicating the 
relationship between Specific Conductivity and EW for 
a fluoroorganic polymeric material according to the 
present invention prepared by the General Method of 
preparation described in Examples 1 - 3; 2 is the 
line indicating the relationship between Specific 
Conductivity and EW for a commercially available 
membrane (ex Du Pont) derived from our measurements 
and reported data (G A Eisman, "Proceedings of 
Symposium on Diaphragms, Separators and Ion Exchange 
Membranes, Vol 86-13. pp 156 and R S Yeo. J 
Electrochem Soc. 1983 , Vol 130(3), pp 533); and 3 is 
the line indicating the relationship between Specific 
Conductivity and EW for a commercially available 
membrane (ex Dow Chemical Co) derived from data in 
the aforementioned references. From Figure 1. it can 
be seen that for a particular EW the membranes of the 
present invention have higher Specific Conductivities 
in the practical range, ie EW 850-1200, than certain 
commercially available membranes. 

In Figure 2, lines 1. 2 and 3 relate to the 
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f luoroorganic polymeric materials to which they 
relate in Figure 1. From Figure 2 it can be seen that 
we have obtained membranes having high Specific 
Conductivities and Hydration Products of more than 
40,000 . 

In Figure 3, lines 1, 2, and 3 relate to the 
f luoroorganic polymeric materials to which they 
relate in Figures 1 and 2. From Figure 3 it can be 
seen that for a defined value of n the membranes 
according to the present invention have lower 
crystallinities than certain commercially available 
materials . 

The present invention is further illustrated by 
the following Examples. 

In the Examples, certain properties of the 
f luoroorganic polymeric materials were determined by 
the following procedures. 

Titration EW 

The Titration EW of the polymer was determined 
by the following method. A sample of the hydrolysed 
film (0.5g) was converted into the acid form by 
standing in IN sulphuric acid at room temperature for 
24 hours. The sample in acid form was placed in 0.1M 
NaOH solution (25.0cm 3 ) for 24 hours, then removed 
and dried to constant mass. The residual NaOH in the 
solution was titrated with 0.1N sulphuric acid using 
methyl red /methylene blue indicator. 

The titration EW of the film was calculated by • 
dividing the weight of dry polymer film by the number 
of equivalents of caustic soda consumed in neutralising 
it. 
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EV bv NMR ( NMR BW) 

The 19 F NMR spectra of the f luoroorganic 
polymeric materials were obtained on a Fourier 
Transform NMR (Jeol FX100) with a dedicated 5mm 1*F 
probe and the following parameters: 

Observation frequency 93.65 MHz 

Pulse width 15 jis 

Number of scans 1 

Temperature 170°C 
10 External lock 

A sample (powder or ribbon) of the f luoroorganic 
polymeric material was placed in a 5mm NMR tube and 
heated to about 200°C using an electric furnace. 
After about 5 mins the sample was rapidly transferred 
15 to the probe and the spectrum was obtained. 

Where the f luoroorganic polymeric material was a 
copolymer of TFE and CF 2 -CF0CF 2 CF ( CF 3 ) 0CF 2 CF ( CF 3 ) S0 2 F 
the NMR EW was calculated by integrating the area 
under the NMR signal associated with the following 
20 species: 

(i) the single fluorine species in the -CF(CF3)0- 
moiety of the pendent group; and 

(ii) all the -CF 2 - groups in the polymer backbone. 
The NMR signals from species (i) occur in the 

25 range -135 to -150 ppm and the NMR signals from 

species (ii) occur in the range -105 to -135 ppm. 

The area under the NMR signals from species (i), 
Al, provides a measure of the area from a single 
fluorine atom. Thus the area associated with the 

30 fluorine atom of the TFE moieties of the backbone 

(A2), is given by the equation: 

A2 » [total integrated area for. species (ii)] - 2xAl 

The integration area for the TFE group in the 
polymer backbone (A3) is calculated from the 
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equation : 

A3 - (A2)/4. 
The number of TFE units per perf luorocar bon 
vinyl ether bearing a group convertible into an 
ion-exchange group (n) is calculated from the 
equation : 

n » A3/A1 
NMR EW is defined by the equation: 

EW - (100 x n) + molecular weight of vinyl 
ether monomer. 
Where the f luoroorganic polymeric material was a 
copolymer of TFE and CF 2 -CF0CF 2 CF ( CF 3 ) 0CF 2 CF 2 SO 2 F the 
NMR EW was calculated by integrating the area under 
the NMR signal associated with the following species: 

(iii) -CF 3 and -CF 2 0 in the pendent group; 

(iv) -CF 2 - in the polymer backbone, -CF 2 S and 
-CFO in the pendent group. 

The NMR signals from species (iii) lie in the 
range -70 to -90 ppm and the NMR signals from species 
(iv) lie in the range -105 to -150 ppm. 

The area under the NMR signals from species 
(iii) provide a measure of the area associated with a 
single fluorine atom (A4). 

A4 - [integrated area for species (iii)]/7 

The area associated with the fluorine atoms from 
the TFE backbone (A5) is calculated from the 
equation : 

A5 - [integrated area for species (iv)] - 6 x A4 
The integrated area for the TFE group in the 

polymer backbone (A6) is calculated from the 

equation : 

A6 *» A5/4 

The number of TFE units per per f luor oviny 1 ether 
bearing a pendent group convertible into an 
ion-exchange group (n) is calculated from the 
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equation: 

n = A6/A4 

It will be appreciated that the skilled man will 
be able to adapt the above procedure to calcuate n 
for further f luoroorganic materials according to the 
present invention . 

Crvstallinitles 

The crystallinities of the membranes according 
to the present invention were determined using 
wide-angle X-ray scattering techniques. 

The crystallinities of commercially available 
membranes were determined by the method of 
differential intensity /area measurements as descrbed 
by Gierke et al, J Polymer Sci, Phys Ed . 19 , 1687, , 
1981 and Hashimoto et al , in ACS Symposium Series. 
180, Edtd by Eisenburg et al, p217, (1982) and Tant 
et al, in ACS Symposium Series, 395, Edts Utacki et 
al, p370 (1984). 

Hydration Product s 

The Hydration Products of the membranes were 
determined by the procedure described in the 
aforementioned Eisman reference. 

Specific Conductivities 

The Specific Conductivities of the membranes 
were determined by the following method. 

The resistance of the membrane was measured by 
using small sinusoidal perturbations from zero 
current using a Schlumberger 1250 frequency response 
analyser operating at lOmV (rms) and 1kHz with a 
reference resistor of 0.82ohm. Measurements were 
conducted in a PTFE constructed cell consisting of 
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two halves each fitted with an electrolyte (2.5M 
H 2 S0 4 ) reservoir and a platinized platinum gauze 
electrode. The membane was inserted between the cell 
portions giving a constant distance between the 
electrodes and the membrane. During the measurement, 
electrolyte (maintained at 25»C) flowed across the 
membrane . 

Measurements of the resistance across the cell, 
with (Rl) and without (R2) the membrane in place were 
made over a period of thirty minutes after an 
equilibrium had been attained. The resistance of the 
membrane was calculated by subtraction of the mean of 
R2 from the mean of Rl. The specific resistance and 
thence the Specific Conductivity were calculated 
according to the method described in the 
aforementioned Eisman reference. 

EXAMPLES 1-3 

These Examples illustrate f luoroorganic 
polymeric materials and membranes according to the 
present invention. 

General Method 

Preparation of f luoroorganic polymeric material 

The perfluorocarbon vinyl ether bearing a group 
convertible into an ion-exchange group 
CF 2 -CF0CF2CF(CF3)0CF 2 CF(CF3)S02F (monomer), water 
(HOg ) and ammonium perf luorooctanoate ((0.5g) were 
charged to a bottle and subjected to ultrasound in a 
Kerry Ultrasonic Bath, type PUL 125 for 1-3 hours 
until emulsif ication had been effected. The emulsion 
was then charged to a 0.4 litre autoclave under a 
nitrogen atmosphere. 

The nitrogen in the autoclave containing the 
emulsion was replaced by TFE at about atmospheric 
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pressure. The temperature of the autoclave was raised 
to 70°C and then the TFE pressure was raised to the 
values indicated in Table 1. A solution (10ml) of 
ammonium persulphate (7.5g/500ml) was added to the 
reaction mixture. 

The reaction mixture was stirred at constant 
speed. (Except Example 3, the stirrer speed was 
reduced after 5 minutes from 750 to 500 rpm. ) 

The reaction was monitored by observing the 
pressure drop until the desired amount of TFE had 
been absorbed. Excess TFE was vented and the 
reaction mixture was allowed to cool to room 
temperature . 

The emulsion was decanted from any unreacted 
monomer and was broken by freezing overnight. The 
f luoroorganic polymeric material was recovered by 
filtration and dried in vacuum at 80°C. 

The reaction conditions are shown in Table 1. 



20 . TABLE 1 





Ex 


Initial 


Initial 


Initial 


Pressure Drop 


Reaction 




No. 


wt of 


TFE 


Stirrer 


5 Mins 


Total 


Time 






monomer 


pres sur e 


speed 


Intervals 


(kPa) 


(mins ) 


25 




(g) 


(kPa) 


(rpm) 


(kpa) 






1 


20 


1600 


700 


44,40,49, 
58,71, 


300 


27.5 




2 


10 . 4 


1200 


750 


3,8,11,15, 

17,20,24, 

22,25,26, 


200 


55.5 


30 










-27 








3 


10 . 5 


1400 


750 
500 


89 

59,46 


300 


16.0 
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Preparation of membrane 

The melt flow index (MFI) of the f luoroorganic 
polymeric material was determined by the method of BS 
2782, 720A/ASTM D1238-79. 

Organic f luoropolymer ic material powder was 
pressed at a temperature at which a flow thereof of 
about 10-lQ0g/10mins was obtained in MFI tests. 
Pressing of the powder was carried out at 60 tons 
acting on 6 inch ram in an aluminium former between 
polyimide sheets on stainless steel plates. 

Hydrolysis 

Conversion of the sulphonyl fluoride groups in 
the f luoroorganic polymeric material in the pressed 
film into the sodium sulphonate derivative thereof 
was effected by treatment with NaOH solution at high 
temperature. 

A sample of the film in 20Z NaOH in water was 
heated at 90°C for 17 hours. Hydrolysis was monitored 
by infra-red analysis. Hydrolysis was judged to be 
complete when the peak at 1468 cm" 1 attributable to 
the SO2F group was not detectable. 

The weight percentage of the charge of monomer 
used in Examples 1-3, the yield of f luoroorganic 
polymeric material and certain properties of 
membranes prepared therefrom are shown in Table 2. 
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Exampl e 


Yield 


Monomer 


TEW 


EWD 


SC 


RHP 


CP 


No. 




(g) 


Uaed(Z) 












1 




18 .42 


41 


1100 


1.34 


0.55 


15 


8.2 


2 




11.42 


42 


1290 


1.29 


0.28 


32 


6.3 


3 




8.5 


40 


980 


1.23 


0.51 


60 


5.5 


TEW : 


Titration EW (g/equ) 










EWD : 


Equivalent Weight 


Distribution 






SP : 


Specific 


Conductivity ( ohm- * cm" 1 ) 






RHP : 


Relative 


Hydration Product 








CP : 


Conductivity Product (ohm-lcm-1) 







EXAMPLE 4-11 

These Examples illustrate further 
f luoroorganic polymeric materials and membranes 
according to the present invention. 



General Method 
Copolymer preparation 
20 Method A. 

The perf luorocarbon vinyl ether bearing an 
ion- exchange group CF 2 «CF0CF 2 CF ( CF 3 ) 0CF 2 CF ( CF 3 ) S0 2 F , 
water (llOg) and ammonium perf luorooc tanoate ((0.5g) 
were charged to a 0.4 litre autoclave and stirred 

25 overnight at room temperature under an atmosphere of 

nitrogen to effect emul sif ica tion . 
Method B. 

The perf luorocarbon vinyl ether 
CF 2 =CF0CF 2 CF(CF 3 )0CF 2 CF(CF 3 )S0 2 F, 

JO water (llOg ) and ammonium perf luorooc tanoate ((0.5g) 

were charged to a bottle and subjected to ultrasound 
for 1-3 hours until emul s if ica tion had been effected. 
The emulsion was then charged to a 0.4 litre 
autoclave under a nitrogen atmosphere. 
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The emulsions in the autoclaves from Method A 
or B were polymerised under the general conditions 
used for Examples 1-2. 

The MFI's, IEC's, crystallinities and Specific 
Conductivities of the f luoroorganic polymeric 
materials were determined, and membranes prepared 
therefrom, by the methods described in Examples 1-3. 

Table 3 indicates the specific conditions under 
which the fluoroorganic polymeric materials were 
prepared in Examples 4-11 and Table 4 indicates the 
conditions under which membranes were prepared from 
those materials and certain properties of the 
membranes . 
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TABLE 3 


Example 


Method 


Monomer 


Pressure 


TFE pressure 


Polymer 


No. 




Used(g) 


TFE(kPa) 


drop(kPa ) 


Yield(g) 


4 


A 


20. 0 


8200 


300 


12.2 


5 


B 


* 


1120 


300 


19.7 


6 


A 




1100 


300 


11.1 


7 


B 


10.1 


1100 


200 


12.1 


8 


B 


20.1 


1100 


410 


23 . 1 


9 


B 


20 . 0 


1400 


300 


14.5 


10 


A 


■ 


1400 


300 


12.9 


11 


B 


H 


1700 


300 


14 . 9 



Method A': Emulsion prepared by mechanical mixing. 
Method B: Emulsion prepared by ultrasound 
irradiation . 
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Example 
No. 


MFI 


TEW 


C* rf U 




CP 


RHP 


4 


24/200 


1130 


1.38 


ND 


ND 


ND 


5 


7 .5/110 


850 


1.08 


0.27 


1.8 


79 


6 


6/200 


1320 


1.48 


0.08 


1.9 


108 


7 


42/170 


1020 


1.15 


0.17 


2.0 


ND 


8 


24/140 


1060 


1.27 


0.26 


3.5 


95 


9 


6/140 


1180 


1.37 


0.16 


3.0 


91 


10 


42/260 


1600 


1.78 


ND 


ND 


ND 


11 


1.2/170 


1300 


1.63 


ND 


ND 


ND 


ND : Not determined. 





MFI 
TEW 
EWD 
SC 



Melt flow index (g/10 mins)/(°C) 
Titration EW (g/equ) 
Equivalent weight distribution 
Specific Conductivity (ohm-* cm- 1 ) 



From Tables 3 and 4, particularly 
comparison of Examples 5 and 9 with Examples 6 and 
10, it can be seen that f luoroorganic polymeric 
materials prepared under the same polymerisation 
conditions but different emulsif ication conditions 
have EW distibutions greater than 1.05, although the 
method of emulsif ication affects the EW of the 
f luoroorganic polymeric material. 

EXAMPLES 12-13 

These Examples illustrate yet further 
f luoroorganic polymeric materials according to the 
present invention 

The perf luorocarbon vinyl ether bearing a 
group convertible into an ion exchange group 
CF 2 =CF0CF 2 CF(CF3)0CF2CF2S02F f water (2600g), and 
ammonium per f luorooc tanoa te (10. 4g) were charged to a 
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5-litre autoclave and stirred overnight at room 
temperature under nitrogen to effect emulsif ication . 

Nitrogen was replaced by TFE at about 
atmospheric pressure and the temperature of the 
autoclave was raised to 71°C. A solution of ammonium 
persulphate was added to afford a O.lZw/w 
concentration thereof in the aqueous phase and the 
autoclave was pressurised with TFE. 

The reaction mixture was stirred at 750rpm 
until the desired amount of TFE had been taken up as 
indicated by monitoring the pressure drop. The 
reaction conditions are shown in Table 5. 
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TABLE 5 



Example 


Monomer 


Initial TFE 


Accumulated 


Yield 


No . 


Used 


Pressure 


pressure 










drop 






(g) 


CkPa) 


(kPa) 


(g) 


12 


250 


610 


1380 


291 


13 


450 


450 


2850 


602 
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The emulsion was decanted from any 
unreacted monomer and was broken by freezing 
overnight. The f luoroorganic polymeric material was 
recovered by filtration and dried in vacuo at 80°C. 

Membranes were prepared from the 
f luoroorganic polymeric material by the procedure 
described in Examples 1-3. The physical properties 
of the membranes prepared therefrom are shown in 
Table 6. 
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TABLE 6 



Example 
No. 


MFI 


TEW 


EWD 


SC 


CP 


HP 


12 


24/170 


950 


1.12 


0.39 


4.4 


42800 


13 


18/170 


1000 


1.06 


0.48 


5.1 


40100 


CT 


ND 


1070 


ND 


0.11 


1.7 


31800 


MFI: Melt flow index (g/lOmin/QC) 





TEW: Titration EW 

SC: Specific Conductivity ( ohm-icnr 1 ) 
CP: Conductivity Product (ohm-icm -1 ) 
HP; Hydration Product 

CT: Comparativer Test (Nafion 117; ex Aldrich 

Chemical Company; the above values are in good 
agreement with published data, eg Yeo & Yeager 
in Modern Aspects of Electrochemistry, 1JL 
(1985), 437-504.) 



From Table 6 it can be seen that the 
Specific Conductivities of f luoroorganic polymeric 
materials according to the present invention are 
higher than a commercially available material. 

EXAMPLE 14 

This example illustrates a f luoroorganic 
polymeric material according to the present invention 
prepared by homogeneous blending. 

Emulsions of f luoroorganic polymeric 
materials comprising copolymers of TFE and 
CF 2 -CF-0CF 2 CF(CF3)0CF2CF2S02F having EW's of 1230 and 
940 were prepared by the procedures described in 
Examples 1 and 2 respectively of our aforementioned 
EP 0,345,964. The emulsions can be mixed and the 
mixture of emulsions can be cooled to about -30°C to 
coagulate a homogeneous blend of the f luoroorganic 
polymeric materials. The homogeneous blend thereof 
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having an EW distribution of more than 1.05 can be 
filtered off. 

EXAMPLE 15 

5 This Example illustrates a fuel cell 

according to the present invention, 

A sample of the membrane prepared from the 
polymer prepared in Example 12 was used as the solid 
polymer electrolyte in a fuel cell as outlined in P D 
10 Naylor et al, Power Sources, Vol 13, 1991, 253-261, 
at 6Q°C with oxygen and hydrogen at 220 kPa and 1:1 
stoichiometry . At a cell voltage of 0.1 volts the 
current density was 900mA cm" 2 . 

In a Comparative Test, commercially 
15 avalable Nafion 117 was used instead of the 
aforementioned membrane . 

The results are shown in Table 7 from 
which it can be seen that the relative performance of 
the membrane according to the present invention was 
20 better than a commercially available membrane as 

determined by current density measurements. 

It will be appreciated that such an 
increase in current density would allow a fuel cell 
to provide more power from a given electrolyte area 
25 or, alternatively, a fuel cell of a given power 

output would be smaller if a polymer according to the 
present invention replaced Nafion 117. 
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TABLE 7 



10 



Cell Voltage 
(v) 


Current Density Ratio 
(Example 12/Nafion 117) 


! 1.0 


1.0 


0 . 7 


1.0 


0.5 


1.38 


0.4 


1.S7 


0.3 


1.62 


0.2 


1.67 


0.1 


1.70 
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Claims 

1. A f luoroorganic polymeric material which 
comprises a polymeric chain and at least one group 
pendent from the polymeric chain, in which the group 
pendent from the polymeric chain comprises at least 
one ion-exchange group or group convertible thereto, 
wherein the EW distribution as hereinbefore defined 
is greater than 1.05. 

2. A f luoroorganic polymeric material which 
comprises a polymeric chain and at least one group 
pendent from the polymeric chain, in which the group 
pendent from the polymeric chain comprises at least 
one ion-exchange group or group convertible thereto, 
wherein the Conductivity Product thereof is at least 
1.8 ohm" 1 cm" 1 . 

3. A f luoroorganic polymeric material which 
comprises a polymeric chain and at least one group 
pendent from the polymeric chain, in which the group 
pendent from the polymeric chain comprises at least 
one ion-exchange group, wherein the Relative 
Hydration Product thereof is less than 110. 

4. A f luoroorganic polymeric material which 
comprises a polymeric chain and at least one group 
pendent from the polymeric chain, in which the group 
pendent from the polymeric chain comprises at least 
one ion-exchange group or group convertible thereto 
and an acyclic secondary carbon atom, and in which 
the ion-exchange group or group convertible thereto 
is directly linked to the acyclic secondary carbon 
atom. 

5. A f luoroorganic polymeric material as claimed 
in any one of Claims 1 - A wherein the at least one 
ion-exchange group comprises fixed anionic groups and 
associated cations. 
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6. A f luoroorganic polymeric material as claimed 
in any one Claims 1-5 comprising a polymeric chain 
of repeating units having the structure 

-CA 2 CA 2 - 

and repeating units having the structure 

-CA 2 CA- 

i 

B 

wherein 

A, each of which may be the same or different, is 
halogen or an alkyl group bearing halogen 
substituents; and 
B is a group which comprises an ion-exchange group, 
or group convertible thereto. 
15 7 * A f luoroorganic polymeric material comprising a 
polymeric chain of repeating units having the 
structure 

-CA 2 CA 2 - 

and repeating units having the structure 

-CA 2 CA- 
I 

B 

wherein 

A, each of which may be the same or different, is 
halogen or an alkyl group bearing halogen 
substituents; and 
B is a group which comprises an acyclic secondary 
carbon atom and an ion-exchange group, or group 
convertible thereto, and in which the ion-exchange 
30 group or a group convertible thereto is directly 

linked to the acyclic secondary carbon atom, 
e. A f luoroorganic polymeric mat erial as claimed 
in Claim 7 in which the group B has the structure 
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- D-0CF 2 CFS0 2 Z 
wherein D is a direct link or a divalent group; 
Y is an at least substantially fluorinated alkyl 

group having up to 10 carbon atoms; 
2 is fluorine, chlorine, a hydroxyl group, or a group 
having the formula -O-Met, where Met is an alkali 
metal, a substituted or unsubs tituted ammonium 
group, or an alkyl group. 
9. A fluoroorganic polymeric material as claimed in 
Claim 8 wherein D has the structure 
(-OCF 2 CFX) m 0 I 

wherein 

X, which in the same pendent group of General 

Structure I (when m is 2 or more) or in different 
pendent groups may be the same or different, is F 
or Y 5 and 
mis 0 - 5 . 

20 10 • A fluoroorganic polymeric material as claimed 

in Claim 9 wherein X is F. 

11. A fluoroorganic polymeric material as claimed 
in any one of Claim 1-10 which is a 
perf luoroorganic polymeric material. 

25 12 • An ion-exchange membrane for use in an 

electrochemical device which membrane comprises a 
fluoroorganic polymeric material according to any of 
the Claims 1-11 wherein the group pendent from the 
polymeric chain comprises at least one ion-exchange 

30 group. 

13. An ion-exchange membrane as claimed in Claim 12 
when dependent from any one of Claims 8-11 wherein 
in the ion-exchange group -S0 2 Z, Z is hydroxyl or 
O-Met wherein Met is alkali metal and X, Y and m have 
35 the meanings hereinbefore ascribed to them. 
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14- An electrochemical device comprising at least 
one anode and at least one cathode wherein each anode 
and adjacent cathode are separated by an ion-exchange 
membrane as claimed in Claim 12 or 13. 

15. A fuel cell comprising at least one anode, at 
least one cathode and a f luoroorganic polymeric 
material as claimed in any one of Claims 1-4. 

16. A process for the preparation of a 

f luoroorganic polymeric material according to any one 
of Claims 1-11 which process comprises the step of 
copolymerising a substantially fluorinated alkene and 
a substantially fluorocarbon vinyl ether bearing a 
group convertible into an ion-exchange group under 
conditions such that the f luoroorganic polymeric 
material has at least one of (a)EW distribution of 
the more than 1.05, (b) Conductivity Product of at 
least 1.8 ohm" 1 cm- 1 t or (c) Relative Hydration 
Product less than 110. 

17. A process for the preparation of a 

f luoroorganic polymeric material which comprises the 
step of copolymerising a perf luorocarbon vinyl ether 
CF 2 -CF- (0CF 2 CFX) m 0CF2CFYS0 2 Z 

wherein Z is chlorine or preferably fluorine; 

Y is an at least substantially fluorinated 
alkyl group having up to 10 carbon atoms; 
and 

X and m have the meanings hereinbefore 
ascribed to them, 
with an at least substantially fluorinated alkene. 

18. A process as claimed in any one of Claims 16-17 
carried out under emulsion polymerisation conditions. 

19. A process as claimed in Claim 18 wherein the 
rate of uptake of the substantially fluorinated 
alkene is varied. 
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20. A process as claimed in Claim 19 wherein the 
pressure of the substantially fluorinated alkene is 
varied • 

21. A process as claimed in any one of Claims 16-20 
wherein the at least substantially fluorinated alkene 
is a perf luoroalkene . 



WO 94/03503 



PCT/GB93/01472 




WO 94/03503 



PCT/GB93/01472 




per 



WORLD INTELLECTUAL PROPERTY ORGANIZATION 
International Bureau 




INTERNATIONAL APPLICATION PUBLISHED UNDER THE PATENT COOPERATION TREATY (PCT) 



(51) International Patent Classification 5 
C08F8/00 



A3 



(11) International Publication Number: WO 94/03503 

(43) International Publication Date: 17 February 1994 (17.02.94) 



(21) International Application Number: PCT/GB93/01472 

(22) International Filing Date: 14 July 1993 (14.07.93) 



(30) Priority data: 
9216156.1 
9216157.9 



30 July 1992(30.07.92) GB 
30 July 1992 (30.07.92) GB 



(71) Applicant (for all designated States except US): IMPERIAL 

CHEMICAL INDUSTRIES PLC [GB/GB]; Imperial 
Chemical House, Millbank, London SWiP 3JF (GB). 

(72) Inventors; and 

(75) Inventors/Applicants (for US only) : BARNES, David, John 
[GB/GB]; I Bowmere Close, Tarporley, Cheshire CW6 
0UA (GB). GILDAY, John, Peter [GB/GB]; 48 Priory 
Road, Linlithgow, West Lothian EH49 6BS (GB). 



(74) Agents: THOMAS, Ieuan et a!.; ICI Group Patents Ser- 
ies Dept., P.O. Box 6, Shire Park, Bessemer Road, 
Welwyn Garden City, Hertfordshire AL7 1HD (GB). 

(81) Designated States: AU, BR, CA, FI, JP, KR, RU, US, Eu- 
ropean patent (AT, BE, CH, DE, DK, ES, FR, GB, GR, 
IE, IT, LU, MC, NL, PT, SE). ^ 

Published 

With international search report. 

Before the expiration of the time limit for amending the 
claims and to be republished in the event of the receipt of 
amendments. 

(88) Date of publication of the international search report: 

31 March 1994 (31.03.94) 



(54) Title: FLUORINATED POLYMERS 



(57) Abstract 

A fluoroorganic polymeric material which comprises a polymeric chain and at least one group pendent from the polymeric 
chain, in which the group pendent from the polymeric chain comprises at least one ion-exchange group or group convertible 
thereto, wherein the EW distribution is greater than 1.05, and wherein the ion-exchange group or group convertible thereto is pref- 
erably linked to the polymeric chain through an acyclic secondary carbon atom, for use as an ion-exchange membrane in an elec- 
trochemical device. 



FOR THE PURPOSES OF INFORMATION ONLY 



Codes used to identify States party to the PCT on the front pages of pamphlets publishing international 
applications under the PCT. ° 



AT 


Austria 


FR 


AU 


Australia 


GA 


BB 


Barbados 


CB 


BE 


Belgium 


CN 


BF 


Burkina Faso 


GR 


BC 


Bulgaria 


HU 


BJ 


Benin 


IE 


BR 


Brazil 


IT 


BY 


Belarus 


JP 


CA 


Canada 


KP 


CP 


Central African Republic 




CG 


Congo 


KB 


CH 


Switzerland 


KZ 


CI 


Cote d 'I voire 


U 


CM 


Cameroon 


LK 


CN 


China 


LU 


cs 


Czechoslovakia 


LV 


CZ 


Czech Republic 


MC 


DE 


Germany 


MG 


DK 


Denmark 


ML 


ES 


Spain 


MN 


FI 


Finland 





France 
Gabon 

United Kingdom 

Guinea 

Greece 

Hungary 

Ireland 

Italy 

Japan 

Democratic People's Republic 
of Korea 

Republic of Korea 

Kazakhstan 

Liechtenstein 

Sri Lanka 

Luxembourg 

Latvia 

Monaco 

Madagascar 

Mali 

Mongolia 



MR 


Mauritania 


MW 


Malawi 


NE 


Niger 


NL 


Netherlands 


NO 


Norway 


NZ 


New Zealand 


PL 


Poland 


PT 


Portugal 


RO 


Romania 


RU 


Russian Federation 


SD 


Sudan 


SE 


Sweden 


SI 


Slovenia 


SK 


Slovak Republic 


SN 


Senegal 


TD 


Chad 


TC 


Togo 


UA 


Ukraine 


US 


United States of America 


uz 


Uzbekistan 


VN 


Vict Nam 



INTERNATIONAL SEARCH REPORT 



mta .onal Application No 

PCT/GB 93/01472 



A OSSIFICATION OF SUBJECT MATTER 

IPC 5 C08F8/00 



According to Interactional Patent Qua 0 cation (IPC) or to both national classification and IPC 



B. FIELDS SEARCHED 



Minimum documentation tcarched (classification system followed by classification symbols) 

IPC S C08F C08J 



Documentation searched other than minimum documentation to the extent that such documents are included in Ac fields searched 
Electronic data base consulted during the international search (name of data base and, where practical, search terms used) 



C DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 


Citation of document, with indication, where appropriate, of the relevant passages 


Relevant to claim No. 


X 


US, A, 4 209 367 (MAOMI SEKO) 24 June 1980 
see the whole document 


1-21 


X 


EP.A.O 041 735 (THE DOW CHEMICAL COMPANY) 

16 December 1981 

see the whole document 


1-7 


X 


US.A.5 066 682 (MAK0T0 MIYAZAKI) 19 

November 1991 

see the whole document 


1-7 


X 


US.A.4 508 603 (HIR0SHI UKIHASHI) 2 April 
1985 

see the whole document 


1-7 








-/-- 





| Xj Furthcr documents are Listed in the continuation of box C. 



m 



Patent family members are listed in annex. 



• Special categories of cited documents : 

'A* document defining the general suxe of the art which ii not 
considered to be of particular relevance 

E* earlier document but published on or after the international 
filing date 

L* document which may throw doubts on priority daim(s) or 
which is cited to establish the publication date of another 
citation or other special reason (as specified) 

'O* document referring to an oral disclosure, use, exhibition or 
other means 



P" document published phor to me international filin g date bat 
later Chan the priority <***e ri»im»rf 



T* later document published after the mternational filing date 
or priority date and not in conflict with the application but 
cited to understand the principle or theory underlying the 
invention 

*X* document of particular relevance; the claimed invention 
cannot be considered novel or cannot be considered to 
involve an inventive step when the document is taken alone 

'Y* document of particular relevance; the claimed invention 
cannot be considered to involve an inventive step when the 
document is combined with one or more other such docu- 
ments, such combination being obvious to a person skilled 
in the art. 

*&* document member of the same patent family 



Date of the actual completion of the international search 

20 January 1994 


Date of mailing of the international search report i 

07. UWi 


Name and mailing address of the ISA 

European Patent Office, P.B. 581 8 Patentlaan 2 
NL - 2280 HV Rijswijk 
Tel. ( + 31-70) 340-2040, Tx 31 651 eponi. 
Far ( + 31-70) 340-3016 


Authorized officer 

Permentier, W 



page 1 of 2 



INTERNATIONAL SEARCH REPORT 



Intt ional Application No 

PCT/GB 93/01472 



^Continuation) DOCUMENTS CONSIDERED TO BE RELEVANT 



Category' 



Citation of document, with mmcatian. where appropriate, of (he relevant panagca 



Relevant to claim No. 



EP,A,0 041 733 (THE DOW CHEMICAL COMPANY) 

16 December 1981 

see claims 1-10 

& US, A, 4 358 545 

cited in the application 

US, A, 4 298 699 (TATSURO ASAWA) 3 November 
1981 

see claims 1-11 

FR.A.2 388 012 (DU PONT DE NEMOURS) 17 
November 1978 
see claims 1-16 

US, A, 3 882 093 (R. J. CAVANAUGH) 6 May 
1975 

see column 1, line 21 - line 38 

see column 2, line 21 - line 68 

see column 3, line 15 - line 40; claims 

1,2 

EP.A.O 025 644 (ASAHI GLASS K.K.) 25 March 
1981 

see claim 1 

PATENT ABSTRACTS OF JAPAN 

vol. 6, no. 177 (C-124)(1055) 11 September 

1982 

& JP,A,57 094 003 (T0Y0 SODA K0GY0 K.K.) 
11 June 1982 
see abstract 



Fans PCT/ISA/210 (anninuitioo of ncaad tbwn) (July 1W5) 



page 2 of 



2 



INTERNATIONAL SEARCH REPORT 

Information on patent family members 



Patent document 
cited in search report 



Publication 
date 



US-A-4209367 



24-06-80 



EP-A-0041735 



16-12-81 



US-A-5066682 



19-11-91 



US-A-4508603 



02-04-85 



EP-A-0041733 



16-12-81 



US-A-4358545 



09-11-82 



IntL jonal Application No 

PCT/GB 93/01472 



Plient family 
member(s) 



Publication 
date 



JP-C- 
JP-A- 
JP-B- 
CA-A- 



1236311 
52120983 
57007166 

1100435 



US-A- 
AU-B- 
AU-A- 
CA-A- 
JP-C- 
JP-B- 
JP-A- 



4330654 
540529 
7160181 
1212498 
1591414 
2016326 
57028119 



JP-A- 3006240 



NONE 



US-A- 
AT-T- 
AU-B- 
AU-A- 
CA-A- 
JP-C- 
JP-B- 
JP-A- 
US-A- 
US-A- 



4358545 
11153 
543308 
7160281 
1180849 
1611789 
2037936 
57025331 
4417969 
4478695 



AT-T- 

AU-B- 

AU-A- 

CA-A- 

EP-A.B 

JP-C- 

JP-B- 

JP-A- 

US-A- 

US-A- 



11153 
543308 
7160281 
1180849 
0041733 
1611789 
2037936 
57025331 
4417969 
4478695 



17-10-84 
11-10-77 
09-02-82 
05-05-81 



18-05-82 
22-11-84 
17-12-81 
07-10-86 
30-11-90 
16-04-90 
15-02-82 



11-01-91 



09- 11-82 
15-01-85 
18-04-85 
17-12-81 
08-01-85 
30-07-91 

28- 08-90 

10- 02-82 

29- 11-83 
23-10-84 



15- 01-85 
18-04-85 
17-12-81 
08-01-85 

16- 12-81 
30-07-91 

28- 08-90 
10-02-82 

29- 11-83 
23-10-84 



US-A-4298699 



03-11-81 



NONE 



Form PCT/TSA/210 (pctnl ftmfly annex) (July 1993} 



page 1 of 2 



INTERNATIONAL SEARCH REPORT 

Information on patent family manbcn 



Patent document 
cited in search report 



Publication 
date 



Intc. .coal Application No 

PCT/GB 93/01472 



Patent family 
member(s) 



Publication 
date 



FR-A-2388012 



17-11-78 



US-A-3882093 



06-05-75 



EP-A-0025644 



25-03-81 



AU-A- 


1304888 


16-06-88 


AU-B- 


525335 


04-11-82 


AU-A- 


3516478 


25-10-79 


BE-A- 


866121 


19-10-78 


CA-A- 


1133425 


12-10-82 


DP-A C 


OOI 79 A A 


Zo- 10-78 


GB-A- 


. 1604102 


02-12-81 


JP-C- 


1506703 


13-07-89 


JP-A- 


53132089 


17-11-78 


JP-B- 


63056257 


07-11-88 


JP-A- 


59211583 


30-11-84 


NL-A- 


7804221 


24-10-78 


SU-A- 


1165239 


30-06-85 


US-A- 


4487668 


11-12-84 


BE-A- 






CA-A- 


1037057 


22-08-78 


DE-A- 


2461675 


10-07-75 


FR-A.B 


2256154 


25-07-75 


6B-A- 


1458641 


15-12-76 


JP-C- 


943796 


15-03-79 


JP-A- 


50096524 


31-07-75 


JP-B- 


52010851 


26-03-77 


NL-A- 


7417058 


04-07-75 


JP-A- 


56029685 


25-03-81 


CA-A- 


1171385 


24-07-84 


US-A- 


4340680 


20-07-82 



Form PCT/1S A/310 (ptunl rtmfly tana) (July 1J22) 



page 2 of 2 



